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(57) Abstract 

The invention is a template (12) to aid in the regeneration of articular cartilage. The template (12) is formed by combining a porous 
collagen sponge ("collagen matrix") (13) with a dense collagen membrane (14). The dense collagen membrane (14) is placed on the surface 
of the cartilage defect to prevent cell migration from the subchondral plate (9) and vasculature. The collagen membrane (14) will allow 
movement and exchange of fluids, nutrients, cytokines and other factors necessary for cartilage regeneration. The collagen matrix (13) has 
been developed to allow attachment and growth of cells, specifically chondrocytes (6) which are normally found in articular cartilage. The 
collagen matrix (13) can be combined with chondrocytes in vitro, and therefore serve to transport cultured cells to the defect site and to 
retain the cells in position following implantation. Procedures are described to effectively use the two-stages template (12), and to fix the 
template to the repair site. 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify States party to the PCT on the front pages of pamphlets publishing international 
applications under the PCT. 



AM 


Armenia 


GB 


United Kingdom 


MW 


Malawi 


AT 


Austria 


GE 


Georgia 


MX 


Mexico 


AU 


Australia 


GN 


Guinea 


NE 


Niger 


BB 


Barbados 


GR 


Greece 


NL 


I 1- 

Netnenanas 


BE 


Belgium 


HU 


Hungary 


NO 


Norway 


BF 


Burkina Faso 


IE 


Ireland 


NZ 


New Zealand 


BG 


Bulgaria 


IT 


Italy 


PL 


Poland 


BJ 


Benin 


JP 


Japan 


PT 


Portugal 


BR 


Brazil 


KE 


Kenya 


RO 


Romania 


BY 


Belarus 


KG 


Kyrgystan 


RU 


Russian Federation 


CA 


Canada 


KP 


Democratic People's Republic 


SD 


Sudan 


CF 


Central African Rejwbbc 




of Korea 


SE 


Swedea 


CC 


Congo 


KR 




SG 


Singapore 


CH 


Switzerland 


KZ 


Kazakhstan 


SI 


Slovenia 


a 


Cote d'lvotre 


U 




SK 


Slovakia 


CM 


Cameroon 


LK 


Sri Lanka 


SN 


Senegal 


CN 


China 


LR 


Liberia 


sz 


Swaziland 


CS 


Czechoslovakia 


LT 


Lithuania 


TD 


Chad 


CZ 


Czech Republic 


LU 


Luxembourg 


TG 


Togo 


DE 


Germany 
DcfiTiuuric 


LV 


Latvia 


TJ 


Tajikistan 


DK 


MC 




TT 


Trinidad and Tobago 


EE 




MD 


Republic of Moldova 


UA 


Ukraine 


ES 


Spain 


MG 


Madagascar 


UG 


Uganda 


FI 


Finland 


ML 


Mali 


US 


United States of America 


FR 


France 


MN 


Mongolia 


UZ 


Uzbekistan 


GA 


Gabon 


MR 


Mauritania 


VN 


Viet Nam 



WO 96/24310 



1 



PCT/US96/01739 



MULTISTAGE COLLAGEN-BASED TEMPLATE OR IMPLANT 
FQR U$E IN THE REPAIR QF CARTILAGE LE$ION$ 

SPE CIFI CATION 

FIELD OF THE INVENTION 

This invention is within the technical fields of surgery, medicine, tissue 
engineering, biology, biomaterials, polymers, and biochemistry. It is both a product 
and a method of use for the repair of cartilage lesions, with and without the use of 
chondrocytes cultured in vivo. 

BACKQRQUNP OF THE INVENTION 

It has been welt documented that injured articular cartilage has only a 
limited ability for self-repair. As articular cartilage is relatively avascular and aneural, 
loss of the surface tissue will result in a permanently scarred site. Lesions which 
fracture the subchondral bone which has a greater vascular supply will undergo an 
inflammation/repair response, with the damaged site filling with fibrocartilage tissue 
(Convery, ef a/. 1972). In either case, function is impaired and chronic pain is the usual 
prognosis as the biochemical and biomechanical characteristics of the cartilage have 
been altered. Current treatment protocols call for surgical intervention (such as 
abrasion arthroplasty, excision and drilling, articular cartilage debridement, and 
arthroscopic shaving) and will most often lead again to inadequate repair. Long-term 
morbidity such as degeneration to arthritic conditions will often result in patients with 
chronic cartilage problems. 

Nevertheless, articular cartilage theoretically does have some intrinsic 
ability to heal after injury. For example, chondrocytes are capable of replication when 
isolated enzymatically from the cartilage matrix (Grande, ef a/., 1989). It has been 
suggested that cartilage repair can be initiated by either replication of chondrocytes 
in the regions adjacent to the defect, or by metaplasia of chondrocytes from other 
connective tissue stem cells within the joint capsule, such as from the synovium and 
subchondral bone (Sokoloff, 1978). Given this possibility, investigations of autograft 
or allograft tissue and tissue analogues to heal cartilage lesions has progressed. 

Techniques were developed to utilize autologous tissue, such as 
transplantation of: 1) osteochondral graft (DePalma, ef a/., 1963); 2) chondrocytes 
(Grande, ef a/., 1989); 3) periosteum (Homminga, ef a/., 1990); and 4) demineralized 
bone (Dahlberg and Kreicbergs, 1991). These techniques have b en us d to 
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transplant whole or partial joints, with mixed results. For example, a number of 
investigators attempted to heal cartilage defects using ch ndrocytes isolat d from 
epiphyseal plates, as well as articular cells, with the hypothesis that these cells would 
have a greater chance of success due to their heightened metabolism (Kay, ef a/., 
1987). Clinical studies using cultured cells reported excellent results, showing a 
significant decrease in pain and restoration of normal function after two to four years 
post-op (Ibika, ef a/., 1990; llomminga, ef a/., 1990). 

Other investigations have used a combination of materials and 
autologous tissue to effectively repair cartilage defects, such as: 1 ) demoralized bone 
with perichondrium (Billings, ef a/ M 1990); 2) polylactic acid matrices and periosteal 
grafts (von Schroeder, ef a/., 1991); and 3) bioresorbable meshes and chondrocytes 
(Freed, ef a/., 1993). Although these approaches gave repair tissue that more closely 
resembled normal cartilage than either the unfilled sites, or the sites filled with 
materials abne, it was evident that there was again a substantial amount of 
fibrocartilage formation. 

In U.S. Patents Nos. 4,505.266 and 4,458,678. Yannas et al. states in 
column 1 1 that various •types of fibrous lattices may be suitable for use as temporary 
prosthetic devices within most regions of the body, including skin, blood vessels, 
bones, connective tissue, contractile tissue and organs. Such lattices provide a 
structural system in which virtually any type of cell may grow, migrate and proliferate. 
They can be surgically emplaced within virtually any region of the body, and if properly 
seeded with the appropriate type(s) of cells, may allow for the regeneration of new 
tissue. For example, if a patient suffers damage to or disease of an organ, a portion 
of the organ may need to be removed. A fibrous lattice may be emplaced in the 
location created by removal of part of the organ. If a sufficient number of healthy cells 
from another part of that organ, or from a compatible donor, is seeded into the lattice 
by the methods of this invention, it may be possible to greatly promote the recovery 
and regeneration of the organ." 

U.S. Patent No. 4,846,835 discloses that chondrocytes that are grown 
in a three-dimensional collagen matrix can enhance the healing of articular cartilage 
lesions that do not fracture the subchondral plate. 
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In xperiments in rabbits that followed the teachings of Yannas and 
Grand , cultured chondrocytes were seed d into a three-dimensional collagen matrix 
and the seeded matrix was implanted into a surgically-created articular cartilage lesion. 
Surprisingly, in view of those teachings, it was found that in addition to the presence 
of the desired hyaline-like cartilage, a substantial amount of undesirable fibro-cartilage 
was formed, apparently by fibroblasts that migrated into the matrix from the 
subchondral plate. Thus, these experiments indicate that neither Yannas nor Grande 
teach a method of forming a high quality hyaline-like cartilage suitable for repair of 
defects in articular cartilage because they do not provide a means to select against 
undesirable types of cells that can infiltrate the matrix from surrounding tissue. In the 
present invention, we have discovered a novel way to direct the growth of the desired 
hyaline-like cartilage, thus avoiding the difficulties of the prior art 

OBJECTS OF THE INVENTION 

Accordingly, it is a general object of this invention to provide a multi- 
staged collagen implant to repair cartilage lesions which overcomes the disadvantages 
of the prior art 

It is a further object of this invention to provide a multi-staged collagen 
implant to repair cartilage lesions which is effective and safe. 

It is another object of this invention to provide a multi-staged collagen 
implant to repair cartilage lesions which is resorbable. 

SUMMARY OF THE INVENTION 

Defects in articular cartilage can be healed by utilizing a regeneration 
template formed by combining a porous collagen sponge ("collagen matrix") with a 
dense collagen membrane. The dense collagen membrane is made with a pore size 
of less than 1 urn (micrometer), and is cross-linked with a non-cytotoxtc agent to 
increase strength and lengthen resorption time. Because of this dense collagen 
membrane, the invention can be used in full-thickness defects, including those which 
traverse the subchondral plate. The dense collagen membrane is placed on the 
surface of the cartilage defect to prevent cell migration from the subchondral plate and 
vasculature. The collagen membrane will allow movement and exchange of fluids, 
nutii nts, cytokines and other factors necessary for cartilage regen ration. The 
collagen matrix is placed on top of the dense collagen membrane. Th collagen matrix 
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has a pore siz of between 50-200 micrometers and allows the attachment of cells, 
specifically, chondrocytes. 

DESCRIPTION OF THE DRAWINGS 

Other objects and many attendant features of this invention will become 
readily appreciated as the same becomes better understood by reference to the 
following detailed description when considered in connection with the accompanying 
drawings wherein: 

Figure 1 shows the anatomy of normal cartilage and a defect or wound 
site 4 in which the following reference characters appear: 

1 representing the articular surface, 2 hyaline cartilage 3 cancellous bone 
and marrow, 4 defect 5 extracellular matrix, 6 chondrocytes, 7 tidemark, 8 calcified 
cartilage and 9 the subchondral plate. 

Figure 2 shows an anchor 1 1 with attached suture lines 10 embedded 
into the bone 3 at the defect site 4. 

Figure 3 shows the positioning of the collagen template 12 with the 
porous collagen matrix 13 and the dense collagen membrane 14 in threading the 
anchored sutures 10 through the template 12. 

Figure 4 shows the positioning of a top protective layer 15 in securing 
this layer 15 and template 12 with anchoring sutures 10. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Defects in articular cartilage can be healed by utilizing a template 12 
formed by combining a porous collagen sponge ("collagen matrix") 13 with a dense 
collagen membrane 14. 

The dense collagen membrane 14 is made with a pore size of less than 
one micrometer and is cross-linked with a non-cytotoxic agent to increase strength 
and lengthen resorption time. Because of this dense collagen membrane 14, the 
template 12 can be used in full-thickness defects 4, including those which traverse the 
subchondral plate 9. The dense collagen membrane 1 4 is placed on the surface of the 
cartilage defect 4 to prevent cell migration from the subchondral plate 9 and 
vasculature. The collagen membrane 14 will allow movement and exchange of fluids, 
nutrients, cytokines and oth r factors necessary for cartilag regeneration. 
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A collagen template 12 has been developed to allow attachment and 
growth of cells, particularly chondrocytes 6. In vitro studies have been used to 
determine the optimal pore size of the porous collagen matrix 13 component of the 
template 12. The collagen matrix 1 3 can be used to immobilize chondrocytes 6 in vitro 
and support subsequent cell growth. The cell number can then be expanded in vitro, 
and the collagen matrix 13 can be used transport the cells to the repair site 4 and to 
retain the cells in position following implantation. 

The collagen matrix component 13 of the template 12 has been 
developed to allow attachment and growth of cells, particularly chondrocytes 6. In vitro 
studies have been used to determine the optimal pore size of the porous collagen 
matrix component 13 of the template 12. The collagen matrix 13 can be used to 
immobilize chondrocytes 6 in vitro and support subsequent cell growth. The cell 
number can then be expanded in vitro, and the collagen matrix can be used to 
transport the cells to the repair site and retain the cells in position following 
implantation. 

Previous studies have shown that the collagen matrix 13 pore size can 
be controlled by varying the dispersion pH, collagen concentration and the 
lyophilization cycle (freezing time, temperature range, and cycle time (Dillion ef a/. 
1986)). See also U.S. Patent No. 4,522,753. The collagen matrices have also been 
characterized according to their permeability to globular macromolecules. For 
example, it was found that a pore structure of approximately 15 micrometers would 
exclude molecules greater than 10 6 daltons; a dense collagen membrane had a 
molecular weight exclusion of 7 x 1 0 4 daltons (U, 1 987). Chondrocytes were grown on 
type I collagen matrices of varied pore structure in order to determine the effect of the 
average matrix pore size on cellular growth rate. It was found that the pore structure 
did not affect the rate of cell growth after 12 days. However, chondrocyte infiltration 
was greater for average pore sizes greater than 100 micrometers. A parallel study 
using fibroblasts showed similar ceil growth results. It is important to note that the 
growth rate of fibroblasts on the dense collagen membrane was approximately the 
same as a porous matrix, but that migration of cells through the membrane was 
excluded (Pach nee era/., 1991). 
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The dense collag n membrane 1 4 can be attached to the collagen matrix 
13 prior to cell culture or pri r to implantation, using: 1) bioresorbable sutures; or 2) 
a fusing technique, requiring that the dense collagen membrane 14 be incorporated 
into the collagen matrix 13 during formation. 

It has been shown through a series of in vivo studies that the template 
12 with and without the addition of chondrocytes 6 promotes the healing of surgically 
induced full thickness defects in a rabbit model of cartilage damage. The chondrocyte- 
seeded templates have been proven, through the use of histologic, biochemical, and 
mechanical analyses of retrieved implant-tissue sites, to result in repair tissue which 
appears to be hyaline cartilage. 

As shown in Figures 1-3, the orientation of the template 12 in the 
cartilage defect 4 is fundamental to achieve a successful result The dense layer 14 
is placed "downward" into the defect 4, contacting bone 3. and the porous layer 13 
lies in the plane of the natural cartilage. The dense layer 14 has been shown 
experimentally to inhibit the formation of fibrocartilage. The thicknesses of the 
components of the template 12 can vary depending upon the circumstances of use. 
For example, the thickness of the dense collagen membrane may be in the range of 
50 to 200 micrometers or more and the thickness of the porous collagen matrix may 
be in the range of 0.5 to 8 millimeters or more. 

Methods of surgical fixation for a cartilage repair material 12 are 
important, as movement of the joint can dislodge the implant prior to healing. For the 
present invention, an attachment method is used to hold the collagen matrix 13 and 
dense collagen membrane 14 into place. The method consists of anchoring sutures 
10 through the subchondral plate 9 into bony tissue 3, with at least two lines 10 
emerging from the surface. The anchored suture lines 10 are then pulled through the 
collagen implant 12 at its four quadrants, and is thus used to secure the cartilage 
repair material 12 into the wound site 4. In some instances, as shown in Figure 4, a 
piece of autologous periosteum 15 is placed over the top of the collagen matrix 13, 
and is also secured by the anchored suture lines 10. 
EXAMPLE 1 ; Preparation and Characteristics of th e Porous Matrix 

A collagen matrix is formed, using standard methods as described in 
U.S. Patent No. 5,206.028, th ntire disclosure of which is incorporated by reference 
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herein. The matrix has an averag pore structure of between 50 to 200 micrometers, 
preferably 1 50 micrometers. Type I collag n is dispersed in a 0.5% lactic add solution, 
with a final collagen concentration of 0.7% by weight The collagen dispersion is forced 
through a 100 mesh size stainless steel filter, then poured onto stainless steel trays 
to a thickness of about 4 mm. The dispersion is frozen for two hours at -35°C before 
a vacuum is applied. The frozen dispersion is then lyophilized under a 100 micron 
vacuum for 48 hours, with the temperature increasing to 20°C. The shelf temperature 
is subsequently raised to 25°C for an additional 24 hours to complete the cycle. The 
collagen matrix is cross-linked using a non-cytotoxic agent, or physical method 
previously described (Weadock, et al, 1983). For example, the collagen matrix can be 
subjected to a vaporized formaldehyde (5% solution). Cross-linking by this method 
allows the implant to stay intact for four to eight weeks. 
EXAMPLE 2: Preparation and Characteristics of the Dense Collagen Membrane 

A dense collagen membrane is prepared according to the procedure 
presented in US Patent 5,206,028, the entire disclosure of which is incorporated by 
reference herein. A porous matrix, having a thickness of 4 mm to 10 mm, is hydrated 
using a humidity controlled chamber, relative humidity of 80% at 25° for 60 minutes. 
The moist collagen material is compressed between two Teflon sheets to a thickness 
of less than 0.2 mm. The compressed material is then cross-linked in a solution of 
0.5% formaldehyde. 1% sodium bicarbonate at pH 8 to 60 minutes. The cross-linked 
membrane is then raised thoroughly with water, then freeze dried overnight under 
similar conditions as in Example 1 , except that the time for freeze drying is about 48 
hours. The dense collagen membrane has an inner construction of densely packed 
fibers that are intertwined in a multi-layer structure. The collagen membrane allows 
diffusion of molecules of at least 1 0 5 MW, but will not allow penetration by fibroblasts. 
EXAMPLE 3: Utilization of Non-cell Seeded Matrix in Cartilage Defects 

1. Prepare a surgically defined site, slightly smaller than the size of 
the matrix implant. The depth should be approximately the same size of the collagen 
matrix/cell composite. The surgically prepared site should go through the subchondral 
plate {i.e., a bleeding bed). 
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Z Set an anchor, with two attached resorbable suture lines, into the 
center of the surgically prepared sit (Figur 2). There will be four lines available, one 
in each quadrant 

3. Attach a dense collagen membrane (pore structure less than one 
micrometer) onto the collagen matrix, using resorbable sutures such as Vicryl 7-0 
(Figure 3). 

4. Place the template with the dense collagen membrane on the 
bottom of the surgically prepared site, securing it in place with the suture lines by 
threading the suture lines through the template. 

5. Place a protecting piece of tibial periosteum over the matrix. The 
periosteum must be oriented over the implant as follows. The cambium layer is 
oriented facing the implant (downward into the defect), and the fibrous layer faces the 
articular surface (upward into the joint space). Pull the suture line through the 
periosteum, tie the sutures over top of the protecting sheet (Figure 4). 
EXAMPLE 4: Utilization of Cell-Seeded Matrix in Cartilage Defects 

1. Obtain autologous sample of tissue containing cartilage or 
progenitor cells. 

2. Remove extracellular matrix from the tissue sample, then isolate 
cells using standard methods. 

3. Expand cells in culture. 

4. The dense collagen membrane is attached to the collagen matrix 
with bioresorbable sutures, such as Vicryl 7-0. 

5. Add cells to the pore-defined collagen matrix, so that cells 
penetrate through the matrix. This can be done by laying the cell suspension over the 
matrix, then carefully applying a vacuum under the matrix. 

a Culture the collagen template/cell composite for one week or 

more. 

7. Prepare a surgically defined site, slightly smaller than the size of 
the implant. The depth should be approximately the same size of the collagen 
template/cell composite. The surgically prepared site should go through the 
subchondral plat (/. ., a bl ding bed). 
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8. Set an anchor, with two attached resorbabl suture lines, into the 
center of th surgically pr pared sit (Figure 2). Ther will be four lines available, one 
in each quadrant 

9. Place the collagen template/cell composite onto the bottom of the 
surgically prepared site, with the dense collagen membrane component in contact with 
the bottom, and thread the membrane with the suture lines (Figure 3). 

10. Place a protecting sheet of either clear collagen, or a piece of 
tibial periosteum over the matrix component of the template. The clear collagen piece 
is an air dried film with a thickness of 50-200 micrometers, the film being made by 
drying a one percent collagen dispersion in a non-stick tray. If periosteum is used, it 
is oriented over the implant as follows: the cambium layer is oriented facing the 
implant (downward into the defect), and the fibrous layer faces the articular surface 
(upward into the joint space). Pull the suture line through the matrix and the collagen 
sheet or periosteum, tie the sutures over top of the protecting sheet (Figure 4). 

Without further elaboration the foregoing will so fully illustrate our 
invention that others may, by applying current or future knowledge, adapt the same 
for use under various conditions of service. 



WO 96/24310 PCT/US96/01739 

10 

The following publications involve some of the experiments used in 
testing portions of the invention, without disclosing the multi-stage device. 

1. Grande, Vachon; Repair of induced osteochondral defects with 
a composite chondrocyte/collagen allograft in dogs. Transactions 
of the Combined Meeting of the Orthopaedic Research Societies 
of USA, JAPAN, and CANADA. October 21-23. 1991. Banff, 
Alberta. 

2. Pachence. Frenkel, Lin: Development of a tissue analog for 
cartilage repair. In: Tissue Inducing Biomaterials (Cima, Ron. eds.) 
Materials Research Society Press. Pittsburgh, 1991. 

3. Ahmad, Frenkel, Casar. and Alexander; A mechanical testing 
technique for articular cartilage; a study of intrinsic repair, In: 
Advances in Bioengineering (Bktez. ed.) ASME, New York, pp 
245-251. 1991. 

4. Frenkel, Pachence, Alexander; Optimization of a cell-seeded 
collagen implant for cartilage repair. Transactions of the Ortho- 
paedic Research Society 18:730, 1993. 

5. Toolan, Frenkel, Pachence, Yalowitz, Ahmad, Casar; In vitro 
characterization of a collagen chondrocyte composite matrix for 
cartilage repair, Transactions of the Society for Biomaterials 
17:313, 1994. 

6. Toolan, Frenkel, Pachence, Yalowitz and Alexander: An analysis 
of a chondrocyte-collagen implant for cartilage repair. Journal of 
Bone and Joint Surgery, abstract in press. 

7. Frenkel, Pachence, Toolan, Menche, Pitman, Crawford, Steger; 
Evaluation of a novel two-layered collagen implant for articular 
cartilage repair in a rabbit model. Journal of Bone and Joint 
Surgery, abstract in press (to be presented at the Annual Meeting 
of the Orthopaedic Research Society, Orlando, 1995). 

Other referenced articles: 

8. Amiel, Coutts, Harwood, Ishizue, and Klein r: Th Chondrog ne- 
sis of Rib Periochondrial Grafts for R pair of Full Thickenss 
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Articular Cartilage Defects in a Rabbit Model, Connective Tissue 
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Use of Biodegradable Implants for Repairing Large Articular 
Cartilage Defects in the Rabbit Transactions of the 38th Annual 
Meeting of the ORS. p. 172, (1992). 

1 0. Bentiey, Smith and Mukerjhee, Isolated Epiphyseal Chondrocyte 
Allografts into Joint Jurfaces; An Experimental Study in Rabbits. 
Ann. Rhe22um. Dis. 37;449-458 (1978). 
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Cartilage resurfacing of the rabbit knee. Acta Orthop. Scand. 
61(3); 201-206 (1990). 

12 Convery. Akeson. Keown; The Repair of Large Osteochondral 
Defects, Clinical Orthopedics and Related Research 82:253-262 
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Cartilage repair using a porous polylactic acid matrix with 
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Meeting of the ORS. 1994. 
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CLAIMS 

W claim: 

1 . A template (12) for the repair of cartilage defects leading to the 
regeneration of hyaline-like cartilage, the template characterized bv : 

a) a first layer comprising a dense collagen membrane (1 4) having 
a pore size of less than 1 micrometer which is cross-linked with 
a non-cytotoxic agent to increase strength and lengthen resorp- 
tion time, to provide a barrier against movement of cells from the 
subchondral plate (9), the membrane (14) being sufficiently 
permeable to allow the passage therethrough of fluids, nutrients, 
cytokines, and other endogenous factors necessary for healing; 
and 

b) a second layer secured to the first layer and comprising a porous 
collagen matrix (13) having pore size of 50 to 200 micrometers, 
which permits the ingrowth of cells. 

2. The template (1 2) of claim 1 further characterized bv autologous 
periosteum (15) placed on top of the collagen matrix (13) and the matrix is initially 
devoid of cells. 

3. The template (12) of claim 1 further characterized bv a collagen 
film placed on top of the collagen matrix and the matrix (13) is initially devoid of cells. 

4. The template (1 2) of claim 1 further characterized bv chondrocyte 
cells (6) cultured ex vivo with the porous collagen matrix (1 3) so that the chondrocytes 
(6) permeate the collagen matrix (13). 

5. The template (1 2) of claim 4 further characterized bv comprising 
a piece of autologous periosteum (15) placed on top of the collagen matrix (13) 
containing the chondrocyte cells. 

6. The template (12) of claim 4 further characterized bv a collagen 
film placed on top of the collagen matrix containing the chondrocyte cells. 

7. The template (12) of claim 1 characterized in that the dense 
collagen membrane is attached to the collagen matrix using a resorbable suture. 
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8. The template (12) of claim 1 characterized In that the dense 
collagen membrane is incorporated into the collagen matrix during formation of the 
matrix. 

9. The template (12) of claim 1 characterized in that the dense 
collagen membrane has a thickness in the range of 50 to 200 micrometers. 

10. The template (12) of claim 1 characterized in that the porous 
collagen matrix has a thickness in the range of 0.5 to 8 millimeters. 

11. A method of attaching the template (12) of claim 1 into place in 
a wound site in a living being, said method characterized bv the steps of: 

a) securing anchoring sutures (10) through a subchondral plate (9) 
into bony tissue (3), with a plurality of suture lines (10) emerging 
therefrom; and 

b) utilizing the anchored suture lines (1 0) to secure the template (1 2) 
to the wound site (14). 

12. The method of claim 11 further characterized bv the step of 
selecting the plurality of suture Knes (10) to be two to four in number. 

13. The method of claim 11 further characterized bv the steps of: 

a) selecting the template (12) to additionally comprise autologous 
periosteum (1 5) placed on top of the collagen matrix (1 3) and the 
matrix (13) is initially devoid of ceils; and 

b) utilizing the method to attach the periosteum (1 5), collagen matrix 

(13) and dense collagen membrane (14) to the wound site. 

14. The method of claim 11 further characterized bv the steps of: 

a) selecting the template (12) to additionally comprise collagen film 

(14) placed on top of the collagen matrix (13) and the collagen 
matrix (13) is initially devoid of cells; 

b) attaching the collagen film, collagen matrix (13) and dense 
collagen membrane (14) to the wound site by the method. 

1 5. The method of claim 1 1 further characterized bv the steps of: 

a) selecting the template (12) to comprise periosteum (1 5), collagen 
matrix (13) with cells and dens collag n m mbran (14); and 

b) th method is utilized to secure the mat rial to th wound site. 
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16. The method of claim 1 1 further characterized bv the steps of: 

a) selecting th template (12) to comprise collagen film, collagen 
matrix (13) with cells and dense collagen membrane (14); and 

b) the method is utilized to secure the template (12) to the wound 
site. 
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